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(54) METHOD FOR PRODUCING GRANULATED MATERIAL 

(57) The invention provides a method of making a 
novel spherical form of granulated products that can be 
effectively used in various product forms in drug, ferti- 
lizer, foodstuff, feed, agricultural chemical, catalyst, 
ceramics, powder metallurgy, detergent, plastic, and 
bio-material fields, for instance, as catalysts, lightweight 
materials, sound-insulating materials, nnicrocapsules. 
and lightweight aggregates. To obtain a granulated 
product comprising a spherical solid shell and having a 
spherical space therein, a polymer having high water 
absorption properties is swollen by the absorption of 
water therein, and then brought in contact with a powder 
to fom a powder layer all over the surface of the swollen 
polymer particle. Then, this spherical particle is dried, 
and fired if required. '* ' " 
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Description 

BACKGROUND OF THE INVENTION 

[0001] The present invention relates generally to a 
method of making a novel granulated product, and more 
particularly to a method of making a granulated product 
comprising a spherical shed and having a spherical 
space within it. More preferably, the present invention 
relates to a method of making a novel granulated 
ceramic product, especially a granulated ceramic prod- 
uct comprising a sph^cal shell and havir>g a spherical 
(hollow) space within it. In the present disclosure. It is 
understood that by the term "granulated product" are 
intended various forms of products inclusive of gran- 
ules, particles, tablets, pellets, dinkers. spheres, cubes, 
and beads. 

[0002] So far, granulated products have applications 
in a wide range of industrial fields concerning pharma- 
ceutics, fertilizers, foodstuffs, feeds, agriculture, cata- 
lysts, coloring materials, ceramics, powder metallurgy, 
detergents, cosmetics, plastics, and biotechnology. 
[0003] Such granulated products have been manufac- 
tured by various methods such as tumbiing granulation, 
compression granulation, agitation granulation, extru- 
sion granulation, crushing granulation, fluidized bed 
granulation, melt cooling granulation, spray drying gran- 
ulation, liquid phase granulation, vacuum freeze granu- 
lation, and in-liquid granulation. 
[0004] With these granulation technioues. however, it 
is not easy to obtain granulated hollow products; only 
limited types of hollow products produced by dedicated 
granulation techniques represented by spray drying 
granulation are now available. 

[0005] A primary object of the present invention is to 
provide a granulated product-making method that ena- 
bles a hollow product having any desired, easily control- 
table particle size to be easily produced. 

SUMMARY OF THE INVENTION 

[0006] Such an object is achievable by the inventions 
defined below as (1) to (86). 

^ (1) A method of making a granulated product com- 
prising a spherical solid shell and having a spheri- 
cal space therein, characterized by allowing a 
polymer particle having high water absorption prop- 
erties to be swollen by absorption of water therein, 
and bringing the water-swollen polymer particle into 
contact with a powder to form a powder layer all 
over the surface of the water-swollen polymer parti- 
cle, followed by drying. - ~ 

(2) A granulated product-making method as recited 
in (1). wherein said powder is an organic material. 

(3) A granulated product-making method as recited 
in (1). wherein said powder is an inorganic material. 

(4) A granulated product-making method as recited 



in any one of (1) to (3). wherein said powder con- 
tains a binder, 

(5) A granulated product-making method as recited 
in (3) or (4). wherein said inorganic material is a 

5 ceramic raw material. 

(6) A method of making a granulated product com- 
prising a spherical ceramic shell and having a 
spherical space therein, characterized by allowing 
a polymer particle having high water absorption 

10 properties to be swollen by absorption of water 
therein, and bringing the water-swollen polymer 
particle into contact with a ceramic raw material 
powder to form a ceramic raw material powder layer 
all over the surface of the water-swollen polymer 

15 particle, followed by drying, and firing. 

(7) A granulated product-making method as recited 
in any one of (1) to (6), wherein said drying is car- 
ried out by dielectric heating in a high-frequency 
dielectric heating system. 

20 (8) A granulated cerarruc product-making method 
as recited in (6), wherein said drying and said firing 
are carried out by dielectric heating in a high-fre- 
quency dielectric heating system. 

(9) A granulated product-making method, charac- 
25 terized in that the granulated product obtained by 

the method recited In any one of (1) to (8) is 
immersed in a liquid to impregnate the shell of said 
granulated product with said liquid. 

(10) A granulated product-making method as 
30 recited in (9), wherein said liquid is a metal salt 

solution. 

(1 1) A granulated product- making method, charac- 
terized in that the granulated product obtained by 
the method recited in any one of (1) to (8) is 

55 immersed in a suspension of finely divided solid 
powder, and dried to incorporate the finely divided 
solid powder into the shell of said granulated prod- 
uct. 

(12) A granulated product-making method, charac- 
40 terized in that the granulated product obtained by 

the method recited In any one of (1) to (11) is 
immersed in a liquid to occluae said liquid in the 
spherical space in said granulated product. 

(13) Agrarajlated product-making method, charac- 
45 terized in that the granuiaited product obtained by 

the method recited in any one of (1) to (11) is 
placed in a gas to occlude said gas in the spherical 
space in said granulated product 

(14) A granulated product-making method as 
50 recited in any one of (1) to (13), wherein said poly- 
mer having high water absorption properties is a 
spherical powder having a particle size of 0.02 to 
3.0 mm. 

(15) A granulated product-making method as 
55 recited in any one of (1) to (13). wherein said poly- 
mer having high water absorption properties is a 
small sphere having a particle diameter of 0.2 to 
60.0 mm. 
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(16) A granulated prcxfuct- making methcxi as 
recited In any one of (1) to (15), wherein a ratio of 
the polymer having high water absorption proper- 
ties to the water is 1 :50 to 1 :500. 

(17) A ^granulated ' product-making method as 5 
recited in any one of (5) to (16). wherein said 
ceramic raw material or ceramic is at least one 
member selected from the group consisting of clay, 

a clay mineral, chamotte, silica sand, steatite, feld- 
spar, alumina, magnesia, mullite. zirconia, silica, w 
cordierite, ferrite. apatite, blast-furnace slag, 
shirasu, fly ash. silicon carbide, aluminum nitride, 
and silicon nitride. 

(18) A granulated product-making 'method as 
recited in any one of (5) to (16), wherein said is 
ceramic raw material or ceramic is a mixture of a 
binder and at least one member selected from the 
group consisting of clay, a day mineral, chamotte, 
silica sand, steatite, feldspar, alumina, magnesia, 
muilite, zirconia, silica, cordierite. ferrite, apatite, 20 
blast-furnace stag, shirasu, fly ash, silicon carbide, 
aluminum nitride, and silicon nitride. 

(19) A granulated product-making method as 
recited In any one of (1) to (18), wherein said pow- 
der is a pharmaceutical material. 25 

(20) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a fertilizer matehal. 

(21) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 30 
der is a foodstuff material. 

(22) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a cement material. 

(23) A granulated product-making method as 3s 
recited in any one of (1) to (18). wherein said pow- 
der is a feed material. 

(24) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a coloring material. 40 

(25) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a material for agricultural chemicals. 

(26) A granulated product-making method as 
recited in any one of (1) to (18), wherein^d powr 45 
der is a cosmetic material. 

(27) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is an enzyme-containing material 

(28) A granulated product-making method as so 
recited in any one of (1) to (18). wherein said pow- 
der is a surfactant material. 

(29) A granulated product-making method -as 



recited in any one of (1) to (18). wherein said pow- 
der is a semicorxiuctor material. 55 
(30) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der Is a metal mgrterial. 



(31) A granulated product -making method as 
recited In any one of (1) to (18). wherein said pow- 
der is a muHi-capsulated material. 

(32) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der Is a cermet material. 

(33) A granulated product -making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a paint coating material. 

(34) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- . 
der is a filtering material. 

(35) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a heat-tnsulatlng material. 

(36) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a souTKt-absortMng material. 

(37) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is an electric wave-absorbing material. 

(38) A granulated ^product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a light-absorbing material. 

(39) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a reflecting material. 

(40) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a signposting material. 

(41) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a belli bearing material. 

(42) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a bio-reactor material. 

(43) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a far infrared ray-radiating material. 

(44) A granulated product-making method as 
recited in any one of (1) to (IS), wherein said pow- 
der is an electric heating material. . 

(45) A granulated product-making method ' as 
recited In any one of (1) to (18), wherein said pow- 
der is a lightweight aggregate material. • 

(46) A . granulated product^making ' method as 
recited In any one of (1) to (18). wherein said pow- 
der Is a material for l3all games. 

(47) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der js a de-jhumidifying material. 

(48) A granulated product-making method as 
-recited-in.any-one of (1) to (18). wherein said pow- 
der is a furnace material. - 

(49) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a matm'lai for engine room walls. 

(50) A granulated product-making method as 
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recited in any one of (1) to (18), wherein said pow- 
der is a material for gas turbine room walls. 

(51) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a lining material. 5 

(52) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a material for vent holes. 

(53) A granulated product- making method as 
recited in any one of (1) to (18), wherein said pow- io 
der is a soil material. 

(54> A grarMilated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a bio- material or a bio-ceramic material. 

(55) A granulated product-making method as is 
recited in any one of (1) to (18), wherein said pow- 
der is a material for slopes. 

(56) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is an apatite material. so 

(57) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a material having delayed action. 

(58) A grarajlated product- making method as 
recited in any one of (1) to (18), wherein said pow- 25 
der ts a plastic materia!. 

(59) A granulated product-making method as 
recited in any one of (1) to (18). wrtierein said pow- 
der is a photosensitive material. 

(60) A granulated product-making method as so 
recited in any one of (1) to (18), wherein said pow- 
der is a hydrogen occluding material. 

(61) A granulated product- making method as 
recited In any one of (1) to (18). wherein said pow- 
der is a material for musical instruments. 35 

(62) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is an acoustic or speaker material. 

(63) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 40 
der is an ozone-decorrposing material. 

(64) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a porcelain enamel material. 

(65) A granulated product-making method as 45 
recited in any one of (1) to (18), wherein said pow- 
der Is a glazing material. 

(66) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is an aerospace material. 50 

(67) A granulated product-nr«king method as 
recited in any one of (1) to (18). wherein said pow- 
der is a material for solar furnaces. 

(68) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- ss 
der is an artrficial dental material. 

(69) A granulated product-making method as 
recited In any one of (1) to (18). wherein said pow- 



der is a tile material. 

(70) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a pigment material. 

(71) A granulated product-making method as 
recited in any one of (1) to (18), wherein said p>ow- 
der is a filler material. 

(72) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a main adhesive component material. 

(73) A granulated product-making method as 
recited in any one of (1) to (18), wherein said f>ow- 
der is an uttrafine particle material. 

(74) A granulated product-making method as 
recited in any one of (1) to (18). wherein said pow- 
der is a permanent magnet material. 

(75) A granulated product-making method as 
recited in any one of (1) to (18), wherein said pow- 
der is a shape-merrory material. 

(76) A method of making an agglomerate compris- 
ing a muttipiicity of granulated procbjcts that are 
agglomerated and bound together, characterized in 
that a multiplicity of discrete granulated products 
obtained by the method recited in any one of (1) to 
(75) are agglomerated and bound together into an 
agglomerate. 

(77) A method of making a sintered agglon>erate. 
characterized in that a multiplicity of discrete granu- 
lated products obtained by the method recited in 
any one of (1) to (75) are sintered Into a sintered 
agglomerate. 

(78) A granulated product-making method as 
recited in any one of (1) to (18), wherein a plurality 
of different layers are coated on a granulated prod- 
uct to obtain a granulated product comprising a 
spherical, multilayered solid shell. 

(79) An agglomerate-making method, character- 
ized in that a multiplicity of discrete granulated 
products as recited in (78) are agglomerated and 
bound together into an agglomerate. 

(80) A sintered agglomerate-making method, char- 
acterized in that a multiplicity of discrete granulated 
products as recited in (78) are agglomerated and 
bound together into a sintered agglomerate. 

(81) A granulated product-making method as 
recited in (1) to (80). wherein said granulated prod- 
uct is at least one member selected from the group 
consisting of (1) a pharmaceutical substance. (2) a 
fertilizer. (3) foodstuff, (4) cement. (5) feed. (6) a 
coloring material. (7) agricultural chemicals. (8) a 
cosmetic material. (9) an enzyme-containing mate- 
rial, (10) a surfactant. (11) a semiconductor, (12) a 
metal. (13) . a multi-capsulated structure. (14) cer- 
met, (15) a- paint coating material. (16) a filtering 
material. (17) a heat-insulating material. (18) a 
sound-absoriDing material, (19) an electric wave- 
absorbing material. (20) a light-absorbing material. 
(21) a reflecting material, (22) a signposting mate- 
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rial. (23) a ball bearing. (24) a bio-reactor. (25) a far 
infrared ray-radiating material, (26) an electric heat- 
ing material, (27) a light-weight aggregate. (28) a 
material for ball games. (29) a dehumidifying mate- 
rial. (30) a furnace material. (31) a material for 
engine room walls, (32) a material for gas turbine 
room walls. (33) a lining material, (34) a material for 
vent holes, (35) a soil material. (36) a bio-material 
or bio-ceramics, (37) a material for slopes. (38) an 
apatite material, (39) a material having delayed 
action, (40) a plastic material, (41-) a photosensitive 
material, (42) an hydrogen occlLxJing materiaK (43) 
a material for musical instruments, (44) an acoustic 
material, (45) an ozone<iecomposing material, (46) 
a porcelain enamel material, (47) a glazing mate- 
rial, (48) an aerospace material. (49) a solar fur- 
nace material, (50) an artificial dental material, (51) 
a tile material, (52) a pigment, (53) a filler material, 
(54) a main adhesive component material. (55) an 
uttrafine particle material. (56) a permanent magnet 
material, and (57) a shape-memory material. 

(82) A method of nuking a granulated product as 
recited in any one of (1) to (81), characterized by 
allowing a polymer particle having high water 
absorption properties to be swollen by absorption 
of water therein, depositing a first powder layer on a 
surface of said polymer particle, depositing one or 
more powder layers on said first powder layer, and 
drying a multilayered structure to obtain a granu- 
lated spherical product of the multilayered structure 
having a spherical space therein. 

(83) A method of making a granulated product as 
recited in any one of (1) to (81), characterized by 
allowing a polymer particle having high water 
absorption properties to be swollen by absorption 
of water therein, depositing a first powder layer on a 
surface of said polymer particle, depositing one or 
more powder layers on said first powder layer, and 
drying and firing a multilayered structure to obtain a 
granulated spherical product of the multilayered 
structure having a spherical space therein. 

(84) A granulated product-making method as 
recited in (1) to (83). characterized by depositing a 
powder mixture comprising two or more different 
powders on a surface of a polymer particle having 
high water absorption properties, said polymer par- 
ticle being swollen by absorption of water therein, 
followed by drying, thereby obtaining a granulated 
product comprising a spherical solid shell that is 
formed by binding said different powders together 
and has a spherical space therein. 

(85) A granulated product-making method as 
recited in (1) to (83). characterized by depositing a 
powder mixture comprising two or more different 
powders on a surface of a polymer particle having 
high water absorption properties, said polymer par- 
ticle being swollen by absorption of water therein, 
followed by drying and firing, thereby obtaining a 



granulated product comprising a spherical solid 
shell that is formed by binding said different pow- 
ders together and has a spherical space therein. 

(86) A granulated product -making method as 
5 recited in any one of (1) to (85), characterized by 

depositing a binder on a surface of a polymer parti- 
cle having high water absorption properties, said 
polymer partide being swollen, by absorption of 
water therein, and depositing a powder on a surface • ~ 
10 of said binder, follovved by drying, thereby obtaining 
a granulated product comprising a spherical solid 
shell and having a spherical space therein. 

(87) A granulated product-making method as 
recited in any one of (1) to (85). characterized by 

75 depositing a binder on a surface of a polymer parti- 
cle having high water absorption properties, said 
polymer particle being swollen by absorption of 
water therein, and depositing a powder on a surface 
of said binder, followed by drying and firing, thereby 

20 obtaining a granulated product comprising a spher- 
ical solid shell and having a spherical space 
therein. 

BRIEF DESCRIPTION OF THE DRAWINGS 

25 

[0007] The present invention will be further descrit)ed 
in conjunction with the accompanying drawings, in 

which: 

30 Rgure 1 is a front schematic illustrative of one con- 
figuration of spherical granulated products obtained 
in the examples of the invention. 
Figure 2 is a sectional schematic illustrative of one 
of spherical granulated products obtained in the 

35 examples of the invention. 

Figure 3 is a sectional schematic illustrative of one 
of agglomerates obtained in the examples of the 
invention, wherein spherical grarailated products 
are t>ound together in point contacts with one 

40 another. 

. Rgure 4 is a sectional schematic illustrative of one 
spherical granulated product having a double-layer 
structure, as otstained in the invention. 
Rgure 5 is a perspective schematic of an aggk)mer- 

45 ^ ated and t>ound structure in which a multiplidty of 
spherical granulated products obtained . in-the^ 
exanples of the invention are agglomerated and 
bound together. . . • 

Rgure 6 is an enlarged schematic illustrative of a 

so part of the structure shown in Fig. 5. 

BEST MODE FOR CARRYING OUT THE INVENTION 



[0008] According to ttie present invention, the polymer' ~ 
55 particle having high water at>sorption properties is 
used. This polymer particle is swollen by the absorption 
of water therein, and then broi^ht into contact witti a 
powder to form a powder layer all over the surface of the 
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swollen polymer particle, followed by drying. In this way, 
a granulated hollow product having any desired particle 
size. i.e.. a granulated product comprising a spherical 
solid shell and having a spherical space therein can be 
easily obtained. 

[OOCyS] In the practice of the Invention, the polymer 
having high water absorption properties is preferably In 
a particulate form having a particle size of 0,02 to 3.0 
mm. Upon immersed in water for water absorption and 
swelling, the polymer provides a small sphere that can 
have a particle diameter of 0.1 to 60.0 mm. and pr^er- 
ably 0-2 to 1 0 mm. Particle size separation may be car- 
ried out by m^ns of a JIS standard sieve, so that the 
size of the spherical space surrounded by the spherical 
solid shell in the granulated product can be simply 
adjusted as desired by the selective use of a polymer 
(having high water absorption properties) having an 
appropriate particle size. 

[001 0] For the polymer having high water absorption 
properties, it is preferable to use a polymer having a 
three-dimensional network structure having a slight 
degree of crosslinkage introduced into a water-soluble 
electrolyte polymer having an ionic group. For instance, 
it Is preferable to use polyacrylic acid salt polymers, 
saponified vinyl acetate-acrylate copolymers, and 
starch-acrylic acid graft polymers. More specifically it is 
preferable to use hydrolyzates of starch-acryloniirile 
graft copolymers, neutralized products of starch-acryiic 
acid graft ccpoiymers. saponified products of acrylic 
ester-vinyl acetate copolymers, polyvinyl alcohols mod- 
ified by crosslinking, crosslinked products of partially 
neutralized polyacrylic add salts, crosslinked Isobjty- 
lene-maleic anhydride copolymers, crosslinked prod- 
ucts of maleic anhydride grafted polyvinyl alcohols, and 
ethylene-vinyi alcohol polymers. The polymer having 
high water absorption properties may have been uni- 
formly crosslinked, or crosslinked on its surface alone. 
Polymers having high water absorption properties, for 
instance, are disclosed in JP-B's 49-43395. 53-46199, 
55-21041, 5S--3495, 55-19243 and 60-25045, and JP- 
A'S 54-20093. 55-84304. 56-91837. 56-93716, 56- 
161408, 58-71907. 56-36504, 57-21405. 61-87702, 51- 
157513. 62-62807 and 2-49002. Examples of proc- 
essed polymers are. on the other hand, disclosed In JP- 
A's 58-180233, 58-1 17222 and 58-42602. 
[0011] In the polymer (having high water absorption 
properties) swollen by the absorption of water therein, 
. the ratio of the polymer (having high water absorption 
properties) to water is preferably in the range of 1 :50 to 
1 :500. 

[0012] The polymer particle (having high water 
absorption properties) swollen by the absorption of 
_ water therein is brought into contact with the powder to 
form a powder layer* on the surface of the polymer parti- 
cle (having high water absorption properties). This proc- 
ess may generally be carried out by tumbling the 
polymer (havivQ high water absorption properties) hav- 
ing a suitable size on the powder spread over a sheei to 



cover the powder uniformly on the surface of the poly- 
mer having high water absorption properties. However, 
any process substantially equivalent to the aforesaid 
process rnay be used without restriction. By the term 
5 "any process substantially equivalent to the aforesaid 
process" are intended processes that enable a powder 
layer to be formed on the surface of the polymer having 
high water absorption properties. TTie thickness of the ' 
powder layer may be determined deperKling on the type 
w of powder used, and the properties required for the end 
granulated product In this process, the powder is usu- 
ally used in an amount large enough to prpvide a suffi- 
cient cover on the surface of the polymer having high 
water absorption properties. 
15 [001 3] For drying, a suitable process may be selected 
from ordinary drying processes. However, it is prefera- 
ble to use infrared rays, and microwaves. 
[0014] High-frequency dielectric heating is preferably 
carried out at a frequency of about 2,450 MHz and a 
20 power of 1 80 to 600 W for a dielectric heating time of 1 0 
ntinutes to 60 minutes. The high-frequency cielectric 
heating systems used include a batch system, a roller 
conveyor system, a reduced pressure drying system, 
and a high electric f leid wave guide type drying system. 
25 A typical high-frequency dielectric heating system is 
made and sold by Toshiba Mechatronics Co. Ltd.. while 
a typical infrared drying/heating system is made and 
sold by Hitachi Ltd.. and Toshikja Corporation. 
[0015] More preferably the spherical form of granu- 
30 tated hollow product dried by high-frequency cfcelectric 
heating is fired in a firing furnace into a sintered agglom- 
erate. Upon drying, the spherical form of granulated hol- 
low product may be further dried at low tenpa-atures. 
dried at higher tenperatures, fired at low temperatures, 
35 or molten and fired at higher temperatures. 

[0016] The powder used herein may be an organic 
material and/or an inorganic material. The powder m^ 
additionally contain a binder. The binder may be 
selected from those known in the art depending on the 
40 type of powder used, although not limited thereto. 

[0017] The ceramic raw material used herein is pref- 
erat>ly a nrixture of a binder and at least one member 
selected from the group consisting of day, a ctey min- 
eral, chamotte, silica sand, steatite, feWspar, aiumina, 
45 magnesia, mullite. zirconia. silica, oordlerite, ferrife. 
apatite, Wast-fumace slag, shiiasu, fly a^, silicon car- 
bide, alurrHnum nitride, and silicon nitride. Any of known 
or improved ceramrc raw materials or ceramics may be 
used although not limited thereto. 
50 [001 8] The ceramic raw powder used has preferably a 
particle size of a few ^m to several hundred |Jim. but it is 
acceptable to use an ultraf ine form of powder 
[001 9] It is also preferable to use any of ceramic raw 
powder that can be sintered at high temperatures. For 
55 instance, a ceramic raw powder that can usually be sin- 
tered at 1 .000 to 2.000*C is preferably used. 
[0020] F=or the member or members selected from the 
group consisting of (1) a pharmaceutical substance, (2) 
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a fertilizer. (3) foodstuff. (4) cement. (5) feed, (6) a color- 
ing material. (7) agricultural chemicals. (8) a cosmetic 
material. (9) an enzyme-containing material, (10) a sur- 
factant. (1 1) a semiconductor, (12) a metal. (13) a multi- ' 
capsulated structure. (14) cermet. (15) a paint coating 5 
material, (16) a filtering material, (17) a heat-insulating 
material, (18) a sound-absorbing material, (19) an elec- 
tric wave-absorbing material, (20) a light-absorbing 
material. (21) a reflecting material. (22) a signposting 
material. (23) a ball bearing, (24) a bio-reactor, (25) a far 
irifrared ray-radiating nr^terial. (26) an electric heating 
material. (27) a light-weight aggregate. (28) a material • 
for ball games, (29) a de-humidifying material. (30) a 
furnace material, (31) a material for engine room walls, 
(32) a materia! for gas turbine room walls. (33) a lining 75 
material. (34) a material for bent holes, (35) a soil mate- 
rial. (36) a Dio-material or bio-ceramics, (37) a material 
for slopes, (38) an apatite material, (39) a material hav- 
ing delayec action. (40) a plastic material. (41) a photo- 
sensitive material. (42) an hydrogen occluding material, 2c 
(43) a material for musical instruments, (44) an acoustic 
or speaker material, (45) an ozone-decomposing mate- 
rial. (46) 0 porcelain enamel n-aterial. (47) a glazing 
material. (48) an aerospace material, (49) a solar fur- 
nace material. (50) an artificial dental material, (51) a 25 
tile materia , (52) a pigment, (53) a filler material, (54) a 
main adhesive component material, (55) an ultrafine 
particle material. (56) a permanent magnet material, 
and (57) a shape-memory material, any of known or 
improved materials may be used although not limited 3c 
thereto. 

[0021] By the term "pharmaceutical material or sub- 
stance" used herein are intended drugs for tiie central 
nervous system, drugs for allergic diseases (antihista- 
mine), drugs for the circulatory organs, drugs for the 3S 
respiratory organs, drugs for the digestive organs, hor- 
mone agents, drugs for metabolic disorders, antitumor 
substances, antibiotic substances, chemotherapeutic 
agents, and narcotics. The drugs for the central nervous 
system, for instance, include general anesthetics, sopo- 40 
rrfics/sedatr/es. antiepileptics. antipyretics/ seda- 
tives/antiphiogistics; drugs for psychoneurosis, drugs 
far the peripheral nervous system, local anesthetics, 
skeletal muscle relaxants, drugs for the autonomic nerv- 
ous systera and spasmolytics. The drugs for the circu- " 4B 
latory organs, for instarx^e, include cardiacs, drugs for 
arrhythmia, diuretics, hypotensive drugs, vasodilating 
(hypertensrve) drugs, angiodilatatortcs, drugs for arteri- 
osclerosis, and brain n[ietatx>lism improvers. The drugs 
for the respiratory organs, for instance, include cough sc 
remedies, sputum removers, and bronchodilators. The 
drugs for the digestive organs, for instance, include 
drugs for peptic ulcers,.dtgestives. antiacids.-cholagogs. 
drugs for intestinal disorders, and'antemetics. The hor- 
mone drugs, for instance, include pituitary body hor- 55 
mone drugs, thyroid hormones, antithyroid drugs, 
protein assimilation steroid drugs.~adrenal oortical hor- 
mone drugs, androgen drugs. arvJ female sex hormone 



drugs (estrogen drugs, luteal hormone drugs, etc.). The 
drugs for metabolic disorders, for instance, include vita- 
min drugs, drugs for bloods and body fluids, and drugs 
for treating gout and diabetes. The antibiotic drugs, for 
instance, include penicillin, cephalosporin, aminoglycd- 
sides, macrolides. tetracyclines, chloramphenicols, 
antimycotic antibiotics, and antitumor antibiotics. The 
chemotherapeutic agents, for instance, include sulfa 
agents, tuberculostats, and virucides. 
[0022] By the term "fertilizer" us6d herein are intended 
potash fertilizers (for instance, naturally "occurring 
potassium salts or potassium ores, potassium chloride, 
and potassium sulfate), lime fertilizers, magnesia ferti- 
lizers, magnesia lime fertilizers, iinr>e silicate fertilizers, 
calcium silicate fertilizers, nitrogen fertilizers (e.g., 
ammonia fertilizers such as ammonium chloride, 
ammonium sulfate, ammonium nitrate, and ammonium 
carbonate, sodium nitrate, lime nitrate, potassium 
nitrate, and lime nitrogen), urea-fertilizers (e.g., nitrogen 
fertilizers having delayed action such as urea, urea- 
form, isobutylidenediurea, crotonylidene-diurea, urea-Z, 
gtycolurea (acetyl eneurea), guanylurea. oxamide, difur- 
furylidenetriurea, and triazine. and n'rtric acid compound 
inhibitors such as thiourea, arxJ dicyanamide), phos- 
phatic fertilizers (e.g., superphosphate of lime, super- 
phosphate of magnesia, double superphosphate of 
lime, precipitated phosphate of lime. by-prodix:€d phos- 
phate fertilizer, fused phosphate fertilizers such as 
fused phosphate of magnesia, calcined phosphate ferti- 
lizers such as defiuorinated calcined tricalcium phos- 
phate, and Thomas phosphatic fertilizer), organic 
fertilizers (e.g., fish lees powders, tx)ne powda-s, and 
vegetable oil lees powders), lime fertilizers (e.g., cal- 
cium carix^nate, slaked lime, and quick lime), silicate 
fertilizers (e.g.. slags such as calcium silicate fertilizer), 
magnesia fertilizers (e.g.. magnesium sulfate, and mag- 
nesium hydroxide), manganese fertilizers (e.a, manga- 
nese sulfate), compound fertilizers (e.g.. mixed 
fertilizers such as normal mixed fertilizer, urea-mixed 
fertilizer, and basic mixed fertilizer, and conrpound ferti- 
lizers such as low-grade compound fertilize, and high- 
grade compound fertilizer), trace element-mixed ferti- 
lizer, fertilizers containing agricultural chemicals and 
other substances, and fertilizers containing soil improv- 
ers.-^ 

[0023] By the term "foodstufT used herein are 
intended cereals, potatoes and stardies, sugar and 
sweeteners, oils and fats, beans, fishery products, flesh 
of animals, birds and whales, eggs, vegetables, fruits, 
mushrooms, seaweed, and table luxuries. The oils and 
fats are broken down into vegetable oils and fats, and 
animal oils and fats, the former indudihg soyt>ean oil. 
rape seed oil. rice oil. cotton seed oil. sesanr^ oil. sun- 
flower oil, mustard oil, corn oil. saff lower oil. dive oil. 
palm oS. and peanut oil. arxi the \aSX& induing those 
obtainable from cattle, swine arvJ domestic fowls, 
creams obtainable from milk and goat milK herring oil. 
sardine oil, mackerel oil. mackerel pike oil, and whale 
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oil. 

[0024] Saccharides such as sugar indudes naturally 
occurring sweeteners such as sucrose, glucose, fruc- 
tose, maltose, lactose and honey, starcn syrup, powder 
wheat gluten, purified glucose, industrially obtairiable 
starch sugars such as isomerized sugar, and sugar- 
alcohols such as mannitol- 

[0025] The starches, for instance, include those 
obtainable from corns, potatoes, sugarcanes. cassava, 
wheat and sago palm, dextrin, denatured starch, amy- 
lose, pectin, esterified starch, etherified starch, 
crosslinked starch, and a-siarch. 
[0026] The foodstuffs, for Instance, include amino 
acid, peptide, protein, nucleic acids, protein hydro- 
lyzates. savory peptide, bitter peptide, sweet peptide, 
spice, organic adds, vegetable colors, animal colors, 
and synthetic colors as well as food additives such as 
flavorings, sweeteners, perfumes, coloring matters, oxi- 
dation preventives, coloring preventives, emuisrfiers, 
adhesive pastes, preservatives, and bleachers. 
[0027] The cements, for Instance, indude self-harden- 
ing cements, potentially hydraulic c^nents. Wended 
cements, polymer cements, and resin cements. The 
seH-hardening cements, for instance, include porband 
cements such as normal portland cenrient. high early 25 
strength portland cement, super high early strength 
Portland cement, moderate heat portland cement, sul- 
fate resistive portland cement, and white portland 
cement, alumina cements, fast-hardening high strength 
cement, expansive cement, acidic phosphate cement, 30 
colloid cement, and calcined gypsum. The potentially 
hydraulic cements, for instance, indude lime slag 
cement, portland Wast-furnace cement high sulfate 
slag cement, and Keen's cement. The blended 
cements, for instance, include lime silica cement, silica 
cement, lime silicate blended cement, sodium or potas- 
sium silicate cement, water glass, oxychloride cement, 
and phosphate cement. 

[0028] The cements may further contain various 
admixtures such as air-entraining agents, water-reduc- 
tion promoters, water-reduction delaying agent water 
reducers such as air-entraining water reducers, high- 
performance water reducers, delaying agents, promot- 
ers, fast-hardening agents, waterproofing agents, foam- 
ing agents, defoaming agents, viscosity increasers. 
water-retaining agents, rust preventives, hydration heat 
reducers, and surface active agents. The delaying 
agents, for instance, include saccharides. oxycartx>xy- 
lates. pdyhydroxy compounds, lignin sulfonates, and 
silicofluorides. 

[0029] The polymer cements, for instance, indude 
rubber latex (styrene-butadiene rubber) cement ther- 
moplastic resin emulsion (ethyleneevinyL acetate) 
cement, and acrylic* (polyacrylic esteO cemert The 
resin cements, for instance, indude those comprising 
thermosetting unsaturated polyester resin, epoxy resin, 
furan resin, urethane resin, acrylic ester, and meth- 
acrylic ester. 



[0030] By the term "feed" used herein are intended 
feeds for livestock, feeds for pets (e.g., dogs, cat^r* 
aquarium fishes, small t>inds. radng horses, and ani- 
mals at zoos), and those for fish breeding. The raw 
materials for such feeds are those of vegetable origin 
such as cereals, beans, potatoes, oil cakes, rice bran, 
and oil cake products, those of animal origin such as 
fish meal, white fish meal, fish solubles, meat powders, 
bone powders, feather meal, sericultural oil cakes, skim 
JO milK dry whey, and animal oils and fats, brewer's yeast, 
torula yeast screening pellets, alfalfa meal, orange 
peel, calcium carbonate, sodium chloride, dicalcium 
ortho-phosphate, and tricaJclum ortho-phosphate. 
[0031 ] The feeds may further contain various vitamin 
75 preparations, various anrino acids, minerals, antibiotic 
substances, antibacterial substances, enzymes, mold 
preventives, antioxidants, pigment-reinforcing agents, 
sweeteners, perfumes, and hormones. 
[0032] The term "feed" used herein is also understood 
20 to refer to blended feeds for domestic fowls (e.g., chicks, 
broilers, grown chickens, and capons), feeds for swine 
(e.g.. young pigs, porkers and boars), feeds for cattle 
(e.g.. feeds for breeding dairy cows, calves, and beef 
cattle), feeds for turkeys, feeds for quails, feeds for 
breeding fishes such as eels, carps, sweetfishes, red 
sea breams, and young y^iowtails. and feeds for breed- 
ing experimental animals. . • 
[0033] By the term 'agricultural chemicals'* used 
her^n are intended bactericides, insecticides, a com- 
bined bactericide and insecticide, rodentiddes. herbi- 
cides, plant growth regulators, attracting agents, 
repellents, chemically atwrtive agents, and auxiliary 
agents. 

[0034] By the term "agricultural chemicals" are also 
intended inorganic compounds such as copper com- 
pounds, mercury compounds, zinc conrpounds, iron 
compounds, sulfur compounds, arsenic conrpounds, 
f luorrje compounds, phosphorus compounds, chlorine 
compounds, calcium compounds, and alkali com- 
pounds: organic compounds such as nicotine com- 
pounds, pyrethrin compounds, rotenone compounds, 
machine oil compounds, organic sulfur compounds, 
organic mercury compounds, organic chlorine com- 
pounds, organic phosphorus compounds, organic 
arsOTC compounds, nitro base compounds, phenol 
base compoinds, triazine base compounds, quinone 
base compounds, and arrtoiotlc substances; and micro- 
organisms and toxins prockiced therefrom. 
[0035] The insecticides, for instance, include organic 
-50 phosphorus base Insecticides such as pyrethrins (natu- 
rally occurring pyrethrin, synthetic pyretiiroid and its 
derivatives), rotenones. rncotine, nornicotine, nerainu- 
toxin (sic), parathion, maJathion. diazinon. trichlorfon 
(sic), phenthrothion (sic). TEPP. acetate (sic), chlorpyri- 
55 fos (sic), salythion (sic), cfichlorbos (sic), fention (sic), 
fenthoate (sic), metiiidathiwi (sic). EPN, disulfoton (sic), 
and n>ethyl parathion; carbamate base insectiddes 
such as MIPC, MTMC. MPMC. carbaryl (ac), BPMC. 
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and propoxer (sic); organic chlorine base insecticides 
such as DDT. BHC. aldrin. dieldrin. heptachlor, endrin 
and chlordane; tick killers represented by dinitrophenol 
base tick killers, and chlorophenyl base tick killers (e.g., 
chlorobenzilate, CPCBS, ' dichohoi (sic). and 
bromopylate (sic); other tick killers; arsenic compounds; 
and nematocides. 

[0036] The bactericides, for instance, include antibi- 
otic substances, heavy metal t^ase bactericides (e.g., 
copper-containing compounds such as bordeaux mix- 
tures, organic mercury compounds^ organic tin com- 
pounds, and organic arsenic compounds), sulfur base 
bactericides (e.g., inorganic sulfur compounds, dithio- 
carbamate base bactericides, and organic arsenic com- 
pounds), organic phosphorus base bactericides, 
aromatic bactericides (e.g., PCP, DDC. PCNB. Dichlone 
and TPN), and heterocyclic compound bactericides 
(e.g., captan, triazine, quinomethionate (sic), benomyl 
(sic), phthalide, phenazine, and hydroxyisooxazole). 
[0037] The hert>cides. for instance, include phenoxy 
base herbicides, phenol base herbicides, dtphenylether 
t>ase herbicides, aniline base herbicides, urea base her- 
bicides, carbamate base herbicides, amide base herbi- 
cides, nitrile base herbicides, bipyridium base 
herbicides, triazine t^ase hert)tcides. fatty acid base her- 
bicides, and diazine base herbicides. 
[0038] By the term "cosmetic material" used herein 
are intended fundamental cosmetics, makeup cosmet- 
ics, medicated cosmetics, hair-care cosmetics, mouth- 
care cosmetics, toilet cosmetics, aromatics. and per- 
fumes. The fundamental cosmetics, for instance, 
include creams, milky lotions, and toilet water. The 
makeup cosmetics, for instance, include toilet powder, 
rouge, nail enamel, mascara, and eye shadow. The 
medicated cosmetics, for instance, include anti-suntan 
products, suntan products, and deodorant cosmetics. 
[0039] The hair-care cosmetics, for instance, include 
shampoos, cold wave lotions, hair dyes, pomade, and 
hair liquids, and the mouth-care cosmetics, for instance, 
include dentifrice, mouth cleaners, and mouth deodor- 
ants. 

[0040] By the term "surfactant" used herein are 
intended anionic, cationic, nonionic, amphoteric, and 
other surfactants. 

[0041 ] The anionic surfactant, for instance, includes 
soap, Turkey red oil, sulfuric ester salt alkyibenzenesul- ' 
fonate. a-olefih sulfonate, N-acylamirx) acid salt, dialkyi 
Z-sulfosuccinate, - and N-(Z-sutfo)ethyl*N-methylalkane 

amide salt 

[0042] The cationic surfactant for ir^tance. includes 
alkyi trim ethylammonium chloride, dialkyi dimethylam- 
monium chloride, alkylpyridinium bromide, and alkyl- 
benzyl dimethylamnrionium chloride. 
[0043] The noruonic surfactant for instance, includes 
alkyI polyoxyethyiene ether, alkylphenyl polyoxyethyl- 
ene ether, alkylcartxjnyloxy polyoxyether. N,N-di{poly- 
axyethylene)alkane-amide. fatty acid polyhydric alcohol 
ester, fatty acid polyhydric alcohol polyoxyethyiene 



ether, fatty acid sucrose ester, N.N-di(alkanol)alkane 
amkje. and polyoxyalkylene block copolymer . 
[0044] Surfactants are now used in various prepare?. . 
tion forms such as detergents, wetting agents, pen etrat- 

5 ing agents, dispersants. flocculants, emulsifiers.- 
emulsion breakers, soiubillzers. foaming agents, 
defoaming agents, smooth finish agents, lubricants, sof- 
teners, antistatics, water repellants, germicides, and 
rust preventives. The granulated product of the present 

10 invention, too, are thus expected'to have such applica- 
tions. 

■ [0045] By the term "paint" used herein are intended 
syrrthetic resin paints, oil paints, spirit paints, inorganic 
paints, etc. The synthetic resin used for synthetic resin 

75 paints, etc. includes thermoplastic resin, thermosetting 
resin, and the like. The thermoplastic resin, for instance, 
includes acrylic resin, e.g.. thermoplastic acrylic resin; 
halogenated vinyl resin, e.g., vinyi chloride-vinyl acetate 
copolymer resin, and fluorinated vinylidene resin; pdy- 

20 olefin resin. e.g.. chlorinated polypropylene; polyvinyl 
alcohol resin. e.g., polyvinyl alcohol, and polyvinyl 
acetal • butyral; vinyl acetate resin; emulsion resin, e.g., 
styrene-butadiene resin; high -molecular polyester; and 
nylon. The thermosetting resin, for instance, includes 

25 alkyd. epoxy resin, unsaturated polyester, thermoset- 
ting acrylic resin, melamine resin, urea resin, urethane 
prepolymers. silicone intermediates, phenol resin, 
xylene resin, maleic resin, polybutadiene. and petro- 
leum resin. 

30 [0046] In the practice of the present invention, known 
or improved semiconductors may be used although not 
limited thereto. For instance, use may be made of any 
one of individual semioonductors, binary alloy com- 
pound semiconductors comprising combinations of two 

35 elements, and multi-allp>' conpound semiconductors 
comprising combinations of three or more elements 
(e.g., II-IV-V elements, ill elements, V elements, and VII 
elements). More specifically, use may be made of com- 
binations comprising IV elements such as Si, Ge, and 

40 Sn. and IV-IV elements such as SiC; and combinations 
comprising VI elements such as Se. and Te. and lll-V 
elements (e.g.. BP. AlP. AlAs. AlSb, GaN. GaP. GaAs, 
GaSb. InP. InAs. and inSb). Il-Vl elements (e.g., ZnO. 
ZnS. 2nSe, ZnTe. CdS. CdSe, CdTe. HgS. HgSe. and 

45- HgTe). and IV-VI elements (e.g., PbS, Pbse, PbTe, and 
SnTe). The semiconductors are fabricated by suitable, 
processes such as diffusion, ion implantation, and epi- 
taxial growth, and may be doped with impurities, if nec- 
essary. 

so [0047] By the term "cemiet" used herein is intended 
oxide cermet carbide cermet, tx)ride c^met. nitride 
cermet and so on. Ceramics components of cermet, for 
^- .instance.-may_be_TiC,_WC,_Cr3C2,-Al203. and Si02. 
although not ~Emited thereto: tn'the practice of the 

55 present invention, however, components known for 
ceramics are all avaOaUe. Metals used for cemnet, 
although not critical, may be Ni. Mo. Fe. Cr. Co, Ag, Cu. 
cUfxl Sn. Various metal Goddes such as CdO. Zno and 
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Sn02. too, may be used in the practice of the present 

invention. 

[0048] The granulated ceramic product preferably 
obtained according to the present invention comprises a 
spherical ceramic shell and has a spherical space 
therein. This is obtained by allowing the polymer particle 
having high water absorption properties to be swollen 
by the absorption of v^ter therein, and bringing the 
swollen polymer particle into contact with the ceramic 
raw powder to form a ceramic raw powder layer all over 
the surface of the swollen polymer particle, followed by 
drying, and firing. 

[0049] For the purpose of retaining the shape and 
strength of the ceramic raw powder upon shaping, dry- 
ing and firing, it is preferable to incorporate therein a 
low-temperature binder for shape and strength retention 
at low temperatures, e.g.. cartx)xymethy1cellulose, 
starch, and water glass and/or a high -temperature 
binder for shape and strength retention upon firing, e.g., 
glazing frit, calcium fluoride, and glass frit. 
[0050] It is here noted that the binder is not always 
needed; the ceramic raw powder may be sintered with- 
out any binder. 

[0051] Sintering is preferably carried out at a temper- 
ature suitable therefor, thereby bringing powder parti- 
cles into point contact with one anottier so that they are 
agglomerated or bound together. Consequently, the sin- 
tered spherical ceramic shell provkjes a shell wall 1 1 of 
a porous or open-pore structure. Communication of gas 
or liquid between an internal spherical space 10 and the 
outside is thus achievable through the porous spherical 
shell wall 1 1 . 

[0052] Usually, these fine open-pores allow slow pas- 
sage of gas or liquid to produce various functions arxJ 
effects, and so make it possible to provide products for 
various purposes. 

[0053] For instance, the gas filled in the internal spher- 
ical space, e.g., sterilizing or chlorine gas or reactive 
gas. is slowly released through the porous shell wall. 
[0054] Similarly the liquid filled in the internal spheri- 
cal space, e.g.. perfume, a pH adjuster such as an alkali 
or acid solution, a sterilizing solution, a metal salt solu- 
tion or an organic solvent is slowly released through the 
porous shell wall. 

[0055] This is also true of solids filled in the internal 
spherical space, e.g., camphor, solid perfume, wax or 
fertilizer solids; that is. they are slowiy released through 
the porous shell wall. When, for instance, the fertilizer 
filled in the present granulated product is buried in the 
ground, it has sustained fertilizer activity because it is 
slowly released into soil upon penetration of rainwater, 
etc. 

[0056] It is understood that the introduction of liquid, 
gas, or the like into the internal spherical space, lor 
instance, may be easily achieved by placing the present 
granulated product in a vacuum chant)er to produce a 
vacuum ther^n, and returning the ambient pressure 
back to normal pressure while the granulated product is 



surrounded therearound with liquid or gas. Likewise, the 
introduction of solids may be easily achieved by placing 
the present granulated product in a vacuum chamber, 
and returning the anrt)ient pressure back to rwrmal 

5 pressure while the granulated product is surrounded 
therearound with wax or a metal such as aluminum or 
tin put into a molten or fused state by heating at high 
temperatures, followed by cooling. 
[0057] Preferably, the spherical form of granulated 

10 ceramic product comprises a shell containing finely 
divided solids. 

[0058] Preferat)le embodiments of the granulated 
product according to the present invention will now be 
described. 

15 [0059] The granulated ceramic product of the present 
invention may be used as a catalyst for the decomposi- 
tion of automotive exhaust gases if a catalytic sub- 
stance such as vanadium oxide, platinum, manganese 
oxide or silver is carried thereon. 

20 [0O60] The granulated ceramic product of the present 
invention may be filled therein with an admixture for 
cement mortar or concrete such as high-performance 
water reducers, and rust preventives. 
[0061 ] The granulated ceramic product of the present 

25 invention may be used as a lightweight aggregate, and 
a soil improver. Furthermore, the granulated ceramic 
product of the present invention may be used as a light- 
emitting product in which a light-emitting material is 
contained in the spherical space and/or shell thereof; as 

30 a phosphorescent product in which a phosphorescent 
material is contained in the spherical space and/or shell 
thereof; as a sublimable substance releasing product in 
w^hich a sublimable substance such as iodine, mercury 
or camphor is contained in the spherical space and/or 

35 shell thereof, as a slow releasing product for perfume in 
vi/hich perfume is contained in the spherical space 
and/or shell thereof; as an enzyme-containing product 
in which an enzyme such as proteolytic enzyme or amy- 
lociastic enzyme is contained in the spherical space 

40 and/or shell thereof; as a bacteria-containing product in 
which various bacteria and microbes are contained in 
the spherical space arxl/or shell thereof; and a bacteri- 
dde-containing product in which pesticides are con- 
tained in tt>e spherical space and/or shell thereof. 

45 [0062] The granulated ceramic product of the present 
invention may also be used as a filter product For 
instance,, the granulated ceranrnc product is filled in a 
network container to form a filter layer through which the 
gas. liquid or solid suspension to be filtered is treated. 

50 [0063] It in this case, the granulated ceramic product 
wHh a catalyst canried thereon is used as a filter mate- 
rial, it is then possible to make dean gaseous pollutants 
such as SOx and NOx as well as_a fine dust-containing 
gas such as cigarette smoke. 

55 [0064] The granulated ceramic product of the present 
invention, composed mainly of alumina, thoria, magne- 
sia, zirconia or the like and so improved In heat resist- 
ance, provides a useful heat-resistant structural 
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material or the like. The granulated ceramic prcxJuct of 
the present invention, composed mainly of carbon, sili- 
con carbide, boron nrtride. aluminum nitride, sialon. 
muliile, cordierite. aluminum titanate or the like and so 
improved in corrosion resistance.' provides a useful 
structural or electronic part material, etc. The granu- 
lated ceramic product of the present invention, com- 
posed mainly of potassium titanate fibers, porous 
calcium carbonate, mullite fibers, alumina fbers or the 
like and so^improved in heat resistance, provides a use- 
ful heat-resistant or non-combustible material, etc. The 
granulated ceramic product of the present invention, 
composed mainly of beryllia. diamond, silicon carbide, 
aluminum nrtride. boron nitride or the like and so 
improved in heat conductivity, provides a useful heat- 
releasing material, etc. 

[0065] The granulated ceramic product of the present 
invention, composed mainly of alumina, diamond, cubic 
boron nrtride. boron carbide, tungsten carbide, titanium 
carbide, silicon carbide, titanium nitride, titanium boride, 
zirconium boride or the like and so improved in hard- 
ness and wear resistance, is useful for abrasive materia 
ais, grinding materials, cutting materials, wear-resistant 
materials, etc. The granulated ceramic product of the 
present invention, composed mainly of silicon carbide, 
silicon nitride, PSZ. alumina or the like and so improved 
in high strength characteristics, is useful for structural 
materials, etc. The granulated ceramic product of the 
present invention, composed mainly of reinforced glass, 
graphite fibers, whisker or the like and so improved in 
conosion resistance, is useful for mechanical part mate- 
rials, etc. 

[0066] The granulated ceramic product of the present 
invention, composed mainly of AI2O3. BeO, diamond, 
Mg2Si04, MgSiOa. cordierite. SiC, BN, A!N, mullite, 
Si02 or the like and so improved in high insulating prop- 
erties, is useful for ignition plugs for insulators, packag- 
ing materials for IC sut>strates, etc. 
[0067] Composed primarily of barium titanate, titanate 
(BagTigOso). (2r. Sn)Ti^. Pb(Mg, Nb)03. Ba(Zn. Nb)03 
or the like arxl so improved in fenroelectrlcity, ttie granu- 
lated ceramic product of the present invention is useful 
for capacitors, resonators, etc. 

[0068] Composed primarily of PZT. quartz crystal. 
LiTaOs. LiNbOs, ZnO, 84^2^6020- PbTiOa, KTN or the 
like and so inproved in piezoelectricity, the granulated 
ceramic product' of the present invention is useful for 
oscillators, resonator fitters, delay elements, ignition 
elements, piezoelectric transformers, etc. 
[0069] Conposed jDrimarily of PZT. LiTaOs. PbTiOs or 
the like and so improved in pyroeiectricrty. the granu- 
lated ceramic product of the present invention is useful 
for-infrared ray-sensor elements, etc. 
[0070]" Composed primarily of PLZT. ADR KDP. 
UTaOs. UNt)03. KTP. BaB204 or the like and so 
improved in electric polarization, the granulated ceramic 
product of the present invention is useful for image stor- 
age elements, electrooptic polarization elements, etc. 



[0071] Composed primarily of SiC. LaCrOs. MoSi2. 
Zr02. cartx>n or the like and so improved in resistance 
heat generation, the granulated ceramic product of the 
present invention is useful for resistance heating ele- 
5 ments, etc. 

[0072] Composed primarily of manganese-nickel- 
cobalt base oxides. Zr02. Ti02. barium titanate solid 
solutions, vanadium • titanium oxide systems or the like 
and so inrproved in resistance temperature perform- 
to ance. the granulated cerantc product" of the present 
invention is useful for thermistdrs (NTC). heating ele- 
ments (PTC), temperature elements (CTR), etc. 
[0073] Composed primarily of zinc oxide-bismuth 
base materials. SiC or the like and so improved in non- 
75 linear resistance performance, the granulated ceramic 
product of the present invention is useful for voltage sta- 
bilizer elements, varistors, etc. 

[0074] Composed primarily of SnOg, ZnO. T1O2. Zr02 
or the like and so improved in gas resistance, the gran- 
20 uiated ceramic product of the present invention is useful 
for gas sensors, etc. 

[0075] Composed primarily of materials based on 
MgCr204-Ti02. ZnO-UgO-VgOs, U20-Fe203 or the like 
arxl so inproved in humidity resistance, the granulated 
25 ceramic product of the present invention is useful for 
humidity sensors, etc. 

[0076] Composed primarily of materials based on B- 
P. B-Y or the like and so inproved in thermoelectricity, 
the granulated ceramic product of the present invention 

30 is useful for thermoelectric elements, etc. 

[0077] Composed primarily of p-alumina. zirconia, 
NASICON, lithium-containing glass or the like and so 
inproved in tonic conduction, the granulated ceramic 
product of the present invention is useful for solid elec- 

35 trolytes for batteries, sensors, etc. 

[0078] Composed primarily of BaPb^.^BixOs, UT12O4. 
PbxMoeSr. (La. Ba)2Cu04. Ba2YCu307. 
Bi2Sr2Ca2Cu308 or the like and so inproved in super- 
conductivity, the granulated ceramic product of the 

40 present invention is useful for elements, cables, mag- 
nets, etc. 

[0079] Composed primarily of BaTiOs. ZnTiOa or the 
like and so inrproved in thermionic emission, the granu- 
lated ceramic product of the present invention is useful 

45 for secondary electron emitter elements, etc. 

[0080] Conposed primarily of LaBg. TiC or the like 
arxi so improved in secondary electron emission, the 
granulated ceramic product of the present invention is 
useful for hot cathodes, etc. 

50 [0081 ] Conrposed primarily of ^^^©2^3. Pe304. Ba(Fe, 
Co, Ti)^20i9' Mn-Zn ferrtte. Ni-Zn ferrite. Ni ferrite or the 
like and so improved in soft magnetism, the granulated 
ceramic product of the present invention is useful for 
magnetic tapes, magnetic fluids, magnetic cores, mag- 

55 netic heads, storage operation elements, magnetostric- 
tive oscillators, ^c. 

[0082] Composed primarily of SrO*6F2C^. 

BaO * 6Fe203 or the like and so improved in hard mag- 
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netism, the granulated cerarmc product of the present 
invention is useful for n^gnets. etc 
[0083] Composed primaf iiy of various femtes or the 
like and so improved \n radto-^-ave absorption, the gran- 
ulated ceramic product of the present invention is useful 
for radio-wave absorbers Composec primarily of AI2O3. 
MgO, Y2O3 or the like and so improved in light transmis- 
sion, the granulated cerarmc product of the present 
invention is useful for light transmitting materials resist- 
ant to heat and corroSion. etc Corrposed primarily of 
silica, fluoride glass or tr>e like and so improved in light 
guidance, the granulated ceramic product of the present 
invention is useful for ligfrt guiding materials, etc. Com- 
posed primarily of SnO^. lrv«03. TiN or the like and so 
improved in light reflectivity, the granulated ceramic 
product of the present invention is useful for coating 
materials for infrared reflecting window glasses, light- 
reflecting solar heat condensers resistant to heat, etc. 
Conposed primarily o* CaW04 Csl. Nal, UF, 
Caio(P04)6(R Cl)2. Y;,0,. BaMQsAheOpy. 
CeMgAliiOic. LaFgiYb. Er. vp^S. ZnO. ZnS, 2n2Si04. 
Zn3(P04)2. Gd202S or tne like and so improved in fluo- 
rescence emission, the granulated ceramic product of 
the present invention is useful kx fluorescence emitters 
excited by X-rays, ultraviolet rays, infrared rays, and 
power, etc. Composed primarily of CdS. PbS, InSb, 
HgCdTe or the like and so improved in photoconductiv- 
ity and photoelectromotrve torce. the granulated 
ceramic product of the present rrvention is useful for 
light receptor elements, etc. Composed phmarily of 
AlgOsrCr, YAG:Nd. glass:N»d. BeAb04. GaAs, GaP, 
GaAsP. GaAIP. GaAIAs or the like and so improved in 
light emission, the granulated ceramic product of the 
present invention is useful tor lasers, etc. 
[0034] Composed primarily of GaAIAs. GalnAsP, 
GaAIAsSb, GainAs, GalnAsP. GaN. SiC. ZnS or the like 
and so improved in light emission, the granulated 
ceramic product of the present invention is useful for 
light-emitting diodes, etc. 

[0085] Composed primarily of BGO(Bi4Ge30i2). Nal 
or the like and so improved in light emission, the granu- 
lated ceramic product of the present invention is useful 
for radiation-detecting materials, etc. 
[0086] Composed primarily of ZnS. CaS, SrS, ZnSe or 
the like and so improved in light emission, the granu- 
lated ceramic product of the present invention is useful 
for electroluminescence materials, etc. 
[0087] Composed primarily of BaTiOa, SrTiOs. WO3. 
M0O5, TiOs or the like and so improved in coloring atxi- 
ity, the granulated ceramic product of the present inven- 
tion is useful for electrochromic materials, etc. 
[0088] Composed primarily of LiTaOs, UNbOs, PLZT. 

BSO-(Bi^2Si^^)' -^'^ li^^ so improved in 

electrooptic characteristics, the granulated ceramic 
product of the present invention is useful for electrooptic 
modiiation elemaits. etc. 

[0089] Connposed primarily of LiTaOa, UNbOa. 
PbMo04p TeO^ or the like and so improved in acous- 



tooptic characteristics, the granulated ceramic product 
of the present invention is useful for acoustooptic polar- 
ization elements, etc. 

[0090] Composed primarily of YsFesOia. 

5 Gd2BiFe50T2 or the like and so improved in magnetoop- 
tic characteristics, the granulated ceramic product of the 
present invention is useful for magnetooptic recording 
materials, etc. 

[0091 ] Composed primarily of apatite, alumina, car- 
10 boh or the like and so improved in bio-affinity, the gran- 
ulated ceramic product of the present invention ts useful 
for artificial bone and dental materials, etc. 
[0092] Composed primarily of silica, alumina, zeolite 
or the like and so improved in adsorptivity, the granu- 
75 lated ceramic product of the present invention is useful 
for immobilized enzyme carriers, etc. 
[0093] Composed primarily of alumina, cordierite. tita- 
nia, silica, zeolite, potassium titanate, vanadium oxide 
or the like and so improved in the ability to provide cata- 
20 lysts and carriers, the granulated ceramic product of the 
present invention is useful for catalyst carriers, cata- 
lysts, etc. 

[0O94] Composec primarily of alumina, zirconia. sili- 
con carbide, boron carbide, boron nitride, silicon nitride, 
25 titanium nitride or the like and so improved in corrosion 
resistance, the granulated ceramic product of the 
present invention is useful for corrosion resistant mate- 
rials, etc. 

[0095] Conposed primarily of uranium oxide, uranium 

30 carbide or the like and so improved in nuclear perform- 
ance, the granulated ceramic product of the oresent 
invention is useful for nuclear fuels, etc. 
[0096] Composed primarily of graphite, silicon caibide 
or the like and so Improved in nuclear performance, the 

35 granulated ceramic product of the present invention is 
useful for nuclear fuel cladding materials, etc. 
[0097] Composed primarily of graphite, boron carbide 
or the like and so improved in nuclear performance, the 
granulated ceramic product of the present invention is 

40 useful for moderators, reflectors, etc. 

[0098] Composed primarily of boron carbide or the like 
and so improved in nuclear performance, the granulated 
ceramic product of the present invention is useful for 
controlling materials, etc. 

45 [0099] Composed primarily of graphite, silicon car- 
bide, boron carbide, silicon nitride or the like and so 
improved in nucl^r performance, the granulated 
ceramic product of the present invention is useful for 
materials for nuclear fusion reactors, etc. 

so [0100] Composed primarily of solid lithium com- 
pounds or the like and so improved in nuclear perform- 
ance, the granulated ceramic product of the present 
invention is useful for substances having affinity for tri- 
tium for nuclear fusfon. etc. 

55 [01 01 ] Preferable embodiments of the method of mak- 
ing the granulated ceramic product of the present inven- 
tion will be set out betow as (1) to (12): 
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(1) A granulated ceramic prcxiuct-making method, 
characterized by allowing a polymer particle having 
high water absorptk>n properties to be swollen by 
absorption of water therein, and bringing the swol- 
len polymer partide in contact with a ceramic raw 
powder to form a ceramic raw powder layer all over 
the surface of the swollen polymer particle, followed 
by drying and firing, thereby obtaining a granulated 
(hollow) ceramic product comprising a spherical 
ceramic shell and having a spherical space therein. 

(2) A granulated ceramic product-making method, 
characterized by allowing a polymer particle having 
high water absorption properties to be wollen by 
absorption of water therein, and bringing the swol- 
len polymer particle in contact with a ceramic raw 
powder to form a ceramic raw powder layer all over 
the surface of the swollen polymer particle, followed 
by drying, thereby obtaining an unfired, granulated 
ceramic product comprising a spherical solid shell 
and having a spherical space therein. 

(3) A granulated ceramic product-nnaking method 
as recited in (1) or (2). wherein said powder con- 
tains a normal temperature binder for adhesive 
materials such as methyl -cellulose and a high tem- 
perature bender such as calcium fluoride, and glass 
frit. 

(4) A granulated ceramic product-making method 
as recited in any one of (1) to (3). wherein said dry- 
ing or firing is carried out by dielectric heating in a 
high-frequency dielectric heating type heater sys- 
tem. 

(5) A granulated ceramic product-making method, 
characterized in that a granulated ceramic product 
obtained by the method recited in any one of (1) to 
(4) is immersed in a liquid to impregnate a shell of 
the granulated ceramic product with the liquid. 

(6) A granulated ceramic product-making method 
as recited in (5), v^erein said liquid is a metal saft 
solution. 

(7) A granulated ceramic product-making method, 
characterized In that a granulated ceramic product 
obtained by the method recited in any one of (1) to 
(4) is immersed in a suspension containing a finely 
divided solid powder such as a finely divided cata- 
lyst powder, and dried, thereby obtaining a granu- 
lated ceramic prodjct comprising a shell with the 
finely divided solid powder incorporated therein. 

(8) A granulated ceramic product-making method, 
characterized In that a granulated ceramiG product 
obtained by the m^hod recited in any one of (1) to 
(7) is immersed in a iquid to obtain a granulated 
ceramic product (microcapsule) in which'the' liquid 
is occluded in a spherical space .therein. 



(9) A granulated ceramic product^making-methodr 
characterized in that a granulated ceramic product ' 
obtained by the meJhod recited in any one of (1) to 
(7) is placed in a gas to obtain a granulated ceramic 
product in which the gas is ocduded in a spherical 



space therein. 

(10) A granulated ceramic product-making method 
as recited in any one of (1) to (9). wherein said pol- 
ymer having high water absorption properties is in a 

5 spherical powder particle having a particle size of 

0.02 to 3.0 mm. 

(11) A granulated ceramic product-making method 
as recrted in any one of (1 ) to (10), v^erein said pol- 
ymer having high water absorption properties is in a 

10 small sphere upon swollen by the absofption of 
water therein, said sphere having a 'diameter of 0.2 
to 60.0 mm. 

(12) A granulated ceramic product-making method 
as recited in any one of (1) to (10). wherein a ratio 

15 of said p>olymer having high water at»sorption prop- 
erties upon swollen by the ak>sorption of water 
therein to the water is in the range of 1 :50 to 1 :500. 

[01 02] The granulated product of the present invention 

20 having a spherical hollow space may be provided in the 
form of a porous product If the granulated product is 
immersed in a liquid, it is then possible to impregnate 
the shell of the granulated product with the liquid; if the 
granulated product is immersed in a suspensbn con- 

25 taining finely divided powders and dried, it is then possi- 
ble to obtain a granulated product comprising a shell 
with the finely divided powders incorporated therein; if 
the granulated product is immersed in a liquid, it is then 
possible to obtain a granulated product in which the liq- 

30 uid is occluded in a spherical space therein; and if the 
granulated product is placed in a gas, it is then possible 
to ot>tain a granulated product in which the gas is 
occluded in a spherical space therein. The component 
impregnated or ocduded in the granulated product may 

35 be slowly released therefrom. In a preferable embodi- 
ment of the present invention, the granulated product is 
immersed in a metal salt solution. 
, [0103] By sintering the present granulated product 
having a spherical space therein at higher temperatures 

40 as by a mett sintering process, it is possible to vitrify a 
part or the whole of its spherical shell. theret>y ootaining 
a pore-free product. 

[0104] Using the snow-ball process, the granulated 
product obtained by the present invention may be pro- 

45 vided on its surface with a layer of the same material or 
a different material. Aiternatively. layers of different pow- 
ders may be coated on the surface of the granulated 
product, thereby obtaining a granulated product com- 
prising a multilayered structure of spherical solid shell. 

so [0105] A multiplicity of granulated products according 
, to the present invention may be brougtit into point con- 
tact, shown at 3, with one another as shown in Hg. 3. 
.....^.wfiereby they are agglomerated and bound together 
into an agglomerate 2 as shown in Rg. 5. and 6. tn this 

55 way. the agglomerate 2 comprising a multiplicity of gran- 
ulated products 1 bound together can be provided. If a 
multiplicity of granulated products 1 are sintered into a 
sintered agglomerate 2. it is then possible to obtain a 
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sintered bulk agglomerate in which a multiplicity of gran- 
ulated products are bounded together by sintering. 
[0106] In the present invention, it is also possible to 
obtain a hollow sphere comprising a spherical wall by 
depositing a binder such as CMC (carboxymethylceilu- 
lose) on the surface of the swollen polymer parfide 
(having high v/ater absorption properties), and deposit- 
ing a powder layer on the surface of the binder, followed 
by drying. Alternatively, it is possible to obtain a hollow 
sphere comprising a multilayered spherical wall by 
depositing a first powder layer on the surface of the 
swollen polymer particle (having high water absorption 
properties), and then depositing a second powder layer 
on the first powder layer, followed by drying. Still arter- 
naiively. it is possible to obtain a hollow sphere compris- 
ing a spherical wall made up of a bounded agglomerate 
of d'rfferent powders by depositing a powder mixture of 
two or more different powders on the surface of the 
swollen polymer particle (having high water absorption 
properties), followed by drying. 

[0107] Rg. 1 is a front schematic illustrative of one 
exemplary outer configuration of a sphere i obtained by 
graruilation according to the present invention, and Fig. 
2 Is a sectional schematic illustrative of the sphere 1 
shown in Fig. 1. As can be seen from Fig. 2. a multiplic- 
ity of powders are agglomerated into contact points with 
one another to form a sphere having numerous open 
pores therein. To obtain such a porous sphere as shown 
in Fig. 2. it is preferable to use the ceramic raw material 
in a powder form. In this case, a liquid or gas may be 
ocduded in a central spherical space 10 shown in Fig. 
2, or various materials may be impregnated in the 
sphere 1. Illustrated in Fig. 3 is a schematic illustrative 
of a typical configuration of three spheres 1 shown in 
Figs. 1 and 2, which are bound together into an agglom- 
erate. From Rg. 3 it is found that the spheres 1 are 
bound together in point contact, shown at 3. with one 
another to form the agglomerate. It is also found that 
such an agglomerate has a relatively large void 4 that is 
opined by the point contacts 3 to provide a communi- 
cating passage. 

[01 08] Fig. 4 is a sectional schematic illustrative of a 
sphere 1 obtained by granulation according to the 
present invention, which comprises a multikayered shell. 
Although the shell illustrated comprises two layers 1 1 
and 12, it is in principle possible to form a shell of three 
(X more layers. The layers formed may be made up of 
different materials, the same material, or partially differ- 
ent materials. 

[01 09] illustrated in Fig. 5 is a structure 2 comprising 
a multiplicity of spheres 1 obtained by granulation 
according to the present invention, which are agglomer- 
ated and bound together. Fig. 6 illustrates a part of the 
structure 2 on an enlarged scale, tt is found that the 
structure 2 comprises a multipfidty of agglomerated and 
bourxJ spheres 1 , with a number of open voids 4 formed 
among them, said open voids providing oommunicating 
passages. 



[01 1 0] Throughout Figs. 1 -6, reference numeral 1 rep- 
resents a sphere, 2 an agglomerated structure. 3 a point 
contact. 4 a void. 10 a spherical (hollow) space. 11 a 
spherical porous shell wall, and 12 a second porous 
5 shell wall. 

EXAMPLES OF THE INVENTION 

[01 11 ] More specific embodiments or examples of the 
10 present invention will now be explained. However, it will 
be obvious to those skilled in the art that the present 
invention is not limited thereto, and so may be appropri- 
ately modified if desired or if required. 

75 Example 1 

[01 12] Thirty (30) spherical polymer particles (having 
high water absorption properties), which were swollen 
by the absorption of water therein arxJ had a particle 

2c size of 8 mm, were tumbled on a 5 mm-thick layer of 
dried clay powders (50 grams) spread over a given 
sheet, so that their surfaces were uniformly covered 
with the powders to obtain spherical particles, each 
comprising a shell containing a 1 .5 mm-thick hydrous 

25 day powder layer. 

[01 1 3] The aforesaid spherical polymer particles (hav- 
ing high water absorption propertes) swollen by the 
absorption of water therein, with a particle size of 8 mm, 
were prepared by immersing a polyacrcylate base poly- 

3C met having high water absorption properties and a par- 
ticle size of 1.5 mm in water the amount of which was 
1 50 times as large as that of the poymer. 
[0114] The aforesaid spherica' polymer particles, 
each swollen by the absorption of water and comprising 

35 a skin shell made up of the hydrous clay powder layer, 
were dried in a drying furnace at 110'G for 3 hours to 
obtain spheres having a particle dameter of 6 mm. a 
shell thickness of 1 mm, and a hollow space with an 
inner diameter of 4 mm. 

4.: [0115] Then, the dried spheres were fired in a firing 
furnace at 1 ,100*G for 2 hours to obtain porous yet firm 
ceramic spheres, each having a hollow space. They 
were found to have a bulk specific gravity of 0.78 and a 
water absorption 33%. 

45 

Example 2 

[01 1 6] Fifty (50) polymer particle (having high water 
absorption), which were swollen by the absorption of 

SC' water therein and had a particle size of 8 mm as in 
Example 1 . were tumbled on a 5 nvn-thick layer of dried 
day powders (100 grams) spread over a given sheet, so 
__that their surfaces were uniformly covered with the pow- 
ders to obtain spherical particles, each comprising a 

s shell containing a 1.5 mnrv-thick hydrous day powder 
layer. 

[0117] Then, the thus granulated spherical particles 
were transferred into a dielectric heating system (a 
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microwave oven operating at a high-frequency output of 
180 to 600 W and 2.450 MHz), and dielecrically heated 
therein for 20 minutes. In this dielectric heating process, 
the swollen polymer particles were rapidly deprived of 
water by evaporation, and the shell of the clay powder 
layer was dried into solid, yielding spheres, each having 
such a configuration as shown in Fig. 1 , and such a sec- 
tional struciure as shown in Fig. 2. 
[0118] After this, the dried spherical particles were 
fired in an electric furnace at 1,1 50*^0 for 2 hours. 
[0119] This firing yielded porous ceramic spheres, 
each haying a hollow space therein and having high 
hardness and strength, and being reduced in weight. 
These spheres could be used as a lightweight aggre- 
gate matenal. and were found to have a bulk specific 
gravity of 0.6 and be resistant to a temperature of 
l.SOO'^C. 

Example 3 

[0120] Drying was carried out following Exanple 1 
with the exception that a mixture of 25 grams of 
chamotte powders and 25 grams of day was used in 
place of 50 grams of clay powders. The obtained dry 
spherical pardcies were fired in a gas firing furnace at 
1.300*C for 2 hours. 

[0121] Tnis firing yielded porous ceramic spheres, 
each having a hollow space therein and comprising a 
porous sheil. and having high hardness and strength. 
These spheres could be used as a lightweight aggre- 
gate materal. and were found to have a bulk specific 
gravity of 0.6 and be resistant to a temperature of 
1,400*C. 

Example 4 

[0122] Frty (50) polymer particles (having high water 
absorption), which were swollen by the absorption of 
water therein and had a particle size of 8 mm as in 
Example 1 , were tumbled on a 5 mm-thick layer of cal- 
dned alumna powders (50 grams; and containing 3% 
of a sintering mixture aid of CuO and TiO^) spread over 
a given sheet, so that their surfaces were uniformly cov- 
ered with the caldned alumina powders to obtain spher- 
ical particles, each conprising a shell containing a 1.5 
mnvthick hydrous layer of calcined alumina powders. 
[0123] Then, the spherical polymer particles, each 
swollen by the absorption of water and comprising a 
skin shell made up of a hydrous layer pf calcined alu- 
mina powders, were dried in a drying furnace at 1 10®C 
for 2 hours to obtain dried spherical partides having a 
partide size of 6 mm. a shell thickness of 1 mm. and a 
hdlaw space having an inner diameter of 4 mm therein. 
[0124] After this, the dried spherical particles were 
fired in a firing furnace at 1 .50D**C for 2 hours, yielding 
porous yet frm ceramic spheres of alumina, each hav- 
ing a hollow space therein. 

[0125] Tne resultant porous ceramic spheres of alu- 



mina were lightweight ceramic spheres found to be 
resistant to high temperatures and have high hardness 
arxJ strength. 

5 Example 5 

[0126] Fifty (50) polymer particles (having high water 
absorption), which were swollen by the absorption of 
water therein and had a particle size of 8 mm as in 

10 Example 1, were tumbled on a 5 mm-thick layer ofcal- 
dned zirconia powders (50 granrKs; and containing 3% of 
a sintering aid of MgO) spread over a given sheet, so 
that their surfaces were uniformly covered with the cal- 
dned zirconia powders to obtain spherical particles. 

75 each conprising a shell containing a 1,5 mm-thick 
hydrous layer of calcined zirconia powders. 
[0127] Then, the spherical polymer partides. each 
swollen by the absorption of water and corrprtsing a 
skin shell made up of a hydrous layer of caldned zirco- 

2c nia powders, were dried in a drying furnace at 1 lO^C for 
2 hours to obtain dried spherical partides having a par- 
ticle size of 6 mm, a shell thickness of 1 mm. and a hol> 
low space having an inner diameter of 4 mm therein. 
[0128] After this, the dried spherical partides were 

2c fired in a firing furnace at 1 ,650**C for 2 hours, yielding 
porous yet firm ceramic spheres of zirconia. each Jiav- 
ing a hollow space therein. 

[01 29] The resultant porous ceramic spheres of zirco- 
nia were lightweight yet tough ceramic spheres found to 
30 be resistant to high temperatures and have high hard- 
ness and strength. 

Example 6 

35 [01 30] Fifty (50) polymer particles (having high water 
absorption), which were swollen by the absorption of 
water therein and had a particle size of 8 mm as in 
Example 1, were tumbled on a 5 nmi-thick layer of cal- 
dned aluminum nitride powders (50 gran^; and con- 

40 taining 5% of a sintering mixture aid of Y2O3 and CaO) 
spread over a given sheet, so that their surfaces were 
uniformly covered with the calcined aluminum nitride 
powders to obtain spherical particles, each comprising 
a shell containing a 1.5 mm-thick hydrous layer of cal- 

45 dned aluminum nitride powders. 

[01 31 ] Then, the spherical polymer-partides,^ each 
swollen by the absorption of wat^ and cornprising a 
skin shell made up of a hydrous layer of calcined alumi- 
num nitride powders, were dlried in a drying furnace at 

5C 110^*0 for 2 hours to ok>tain dried spherical particles 
having a partide size of 6 mm. a shell thickness of 1 
mm. and a hollow space having an ormer diameter of 4 

mm therein. . . . \ ; . . . 

[01 32] After this, the dried - spherical-partides-were 

55 fired in a non-oxidizing atmosphere-prevailing firing fur- 
nace at 1.820''C fcx 2 hours, yielcfing porous yet firm 
ceramic spheres of aluminum nitridej ^ch having a hol- 
low space therein. 
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[01 S6] The resultant porous ceramic spheres of alumi- 
num nitride were lightweight ceramic spheres found to 
be resistant to high temperatures and have high hard- 
ness, strength and thermal conductivity. 

Example 7 

[0134] One thousand (1,000) ml of ceramic spheres 
ofcrtained as in Example 1 was immersed in 1,500 ml of 
a slun-y obtained by adding and suspending the same 
clay in water (15% of clay and 85% of water) for 1 
minute. The spheres were removed from the slurry, and 
charged into a sheath (having an internal volume of 15 
cm X 15 cm X 15 cm), followed by drying, and firing at 
LiSCC for 2 hours. This firing yielded a porous 
ceramic sheet of 1 5 cm x 1 5 cm x 4 cm. 
[01 35] The porous ceramic sheet was a sheet form of 
agglomerate in which a multiplicity of ceramic spheres 
obtained as Example 1 were sintered together, with a 
thin sintered layer of clay, resulting from the slurry, pro- 
vtoed at their areas of contact. 

[0136] The porous ceramic sheet was a lightweight 
ceramic sheet improved in air permeability because of 
the presence of air permeability due to voids among the 
spneres and air permeability due to the porous shells of 
the ifxiividual spheres. The sheet was found to have a 
bulk specific gravity of 0.89. 

[0137] The ceramic sheet could be suitably used in 
the form of filters, sound-shielding sheets, heat Insulat- 
ing sheet, etc. 

Exanple 8 



[01 38] Thirty (30) polymer particles (having high water 
absorption properties), which were swollen by the 35 3- 
absorption of water therein and had a particle size of 8 
mm. were tumbled on a 5 mm-thick layer of dried clay 
powders (50 grams) spread over a given sheet, so that 
their surfaces were uniformly covered with the powders 4. 
to obtain spherical particles, each comprising a shell 40 
containing a 1 .5 mm-thick hydrous clay powder layer. 
[0139] The aforesaid spherical polymer particles, 
each swollen by the absorption of water and comprising 5. 
a skin shell made up of the hydrous clay powder layer, 
were dried in a drying furnace at 1 10^*0 for 3 hours to 45 
obtain unf ired ceramic spheres having a particle diame- 
ter of 6 mm, a shell thickness of 1 mm. arxi a hollow 6. 
space with an inner diameter of 4 mm. 
[0140] The unfired ceramic spheres were filled at a 
ti^ckness of 50 mm in a alumina porcelain sheath of 1 00 so 
X 100 X 100 in volume, followed by firing at 1 ,250*^0 lor 
2 hours in a firing furnace. This firing yielded an air per- 
meable sheet-like block in which porous ceramic 
spheres having a hollow space therein arxJ comprising 
a fim shell were sintered together in point contact with ss 
one another. 

[0141] The sheet-like block were improved in gas- and 
fliad-permeabiDty. and so could provide excellent filter 7. 



sheets, and sound-absorbing sheets. 
APPLICABILITY OF THE INVENTION IN INDUSTRY 

5 [0142] According to the present invention, it is possi- 
ble to easily make granulated hollow products that have 
so far been difficult to make, it is also possible to freely 
control the particle size of granulated products to be 
obtained by controlling the particle size of a polymer 

10 having high water absorption properti^, which is swol- 
len by the absorption of water therein during the making 
process. The obtained spherical lonm of granulated 
products can be effectively used in various product 
forms in drug, fertilizer, foodstuff, feed, agricultural 

75 chemical, catalyst, ceramics, powder metallurgy, deter- 
gent, plastic, arxi bio-material fields, for instance, as 
catalysts, lightweight materials, sound-insulating mate- 
rials, microcapsules, and lighiweight aggregates. 

20 Claims 



A method of making a granulated product compris- 
ing a spherical solid shell and having a spherical 
space therein, characterized by allowing a polymer 
particle having high wat&" absorption properties to 
be swollen by absorption of water therein, and 
bringing the water-swoiten polymer particle into 
contact with a powder to form a powder layer all 
over the surface of the water-swoJIen polymer parti- 
cle, followed by drying. 

A granulated product-making method as recited in 
claim 1 . wherein said powder is an organic material. 

A granulated product-making m^od as recited in 
claim 1 , wherein said powder is an inorgeutic mate- 
rial. 

A granulated product-making n>e4hod as recited in 
any one of claims 1 to 3, wherein said powder con- 
tains a binder. 

A granulated product-making n>8thod as recited in 
claim 3 or 4, wherein said inorganic material is a 
ceramic raw material. 

A method of making a granulated product compris- 
ing a spherical ceramic shell and haying a spherical 
space therein, characterized by allowing a polymer 
particle having high water absorption properties to 
be swollen by absorption of water th^ein. and 
bringing the water-swollen polymer partide into 
contact with a ceramic raw material powder to forni 
a ceramic raw materia) powd©^ layer all over the 
surface of the water-swbllen polymer partide. fol- 
lowed by drying, and firir^. 

A granulated product-making method as recited in 
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any one of claims 1 to 6, wherein said drying is car- 
ried out by dielectric heating in a high-frequency 
dielectric heating system. 

8. A granulated ceramic product-making method as s 
recited in claim 6, wherein said drying and said fir- 
ing are carried out by dielectric heating in a high- 
frequency dielectric heating system. 

9. A granulated product-making method, character- io 
ized in that the granulated product obtained by the 
method recited in any one of claims 1 to 8 is 
immersed In a liquid to impregnate the shell of said 
granulated product with said liquid. 

IS 

10. A granulated product-making method as recrted in 
claim 9, wherein said liquid ts a metal salt solution. 

11. A granulated product-making method, character- 
ized in that the granulated product obtained by the 2c 
method recited in any one of claim 1 to 8 is 
immersed in a suspension of finely divided solid- 
powder, and dried to incorp>orate the finely divided 
solid powder into the shell of said granulated prod- 
uct. 25 

12. A gramlated product-making method, character- 
ized in that the granulated product obtained by the 
method recited in any one of claims 1 to 11 is 
Immersed in a liquid to ocdude said liquid in the 3c 
spherical space in said granulated product. 

13. A granulated product-making method, character- 
ized in that the granulated product obtained by the 
method recited in any one of claims 1 to 11 is 35 
placed in a gas to occlude said gas in the spherical 
space in said granulated product. 

14. A granjiated product-making method as recited In 
any one of claims 1 to 13. wherein said polymer 4f. 
having high water absorption properties is a spher- 
ical powder having a particle size of 0.02 to 3.0 mm. 

15. A granulated product-making method as recited in 
.any one of claims 1 to 13. wherein said polymer 4S 
having high water- absorptk>n properties is a srnall 
sphere having a particle diameter of. 0.2 to 60.0 
mm. 

16. A granuiated product-makirtg method as recited in so 
any or>e of claims 1 to 1 5. wherein a ratio of the pol- 
ymer having high^ter absorption properties to the 

..water.B.150.toJ.:500 

17. A granulated product-making method as recited in ss 
any one of clairrs 5 to 1 6. wherein said ceranrec raw 
material or ceramic is at least one member selected 
from the group consisting of clay, a day mineral. 



chamotte. silica sand, steatite, feldspar, alumina, 
magnesia, mullite. zirconia, silica, cordierite. ferrite. 
apatite, blast-furnace slag, shirasu, fly ash, silicon 
carbide, aluminum nitride, and silicon nitride. 

18. A granulated product-making method as recited in 
any one of claims 5 to 16, wherein said ceramic raw 
material or ceramic is a mixture of a binder and at 
least one member selected from the group consist- 
ing of clay, a clay mineral, chamotte, silica sand, 
steatite, feldspar, alumina, magnesia, mulllte. zfrco- 
nia. silica, cordierite, ferrite, apatite, blast-furnace 
slag, shirasu. fly ash, silicon cart^ide, aluminum 
nitride, and silicon nitride. 

19. A granulated product-niaking method as recited in 
any one of claims 1 to 1 8, wherein said powder is a 
pharmaceutical material. 

20. A granulated product-making method as recited in 
any one of claims 1 to 1 8. wherein said powder is a 
fertilizer material. 

21. A granulated product-making method as recited in 
any one of claims 1 to 1 8. wherein said powder is a 
foodstuff material. 

22. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
cement material. 

23. A granulated product-making method as recited in 
any one of claims 1 to 18, wherein said powder is a 
feed material. 

24. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
coloring material. 

25. A granulated product-making method as recited In 
any one of claims 1 to 18. wherein said powder is a 
material for agricultural chemicals. 

26. A granulated product-making method as recited In 
any one of claims 1 to 18, wherein saki powder is a 
cosmetic material. 

27. A granulated product-making method as recited in 
any one of dalms 1 to 18, wherein said powder Is 
an enzyme-containing material. 

28. A granulated product-making method as redted in 
any one of daims 1 to 18. wherein said powder is a 
surfactant material. 

29. A granulated product-making method as redted in 
any one of deums 1 to 18. wherein saki powder is a 
semiconductor material. 
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30. A granulated prcxiuct-making methcxi as recited in 
any one of claims 1 to 18, wtierein said powder is a 
metal material. 

31. A granulated product-making method as recited in 
any one of claims 1 to 18, wherein said powder is a 
multl-capsulated material. 

32. A granulated product- making method as recited in 
any one of claims 1 to 18, wtierein said powder is a 
cermet material. 

33. A granulated product-making method as recited in 
any one of claims 1 to 1 8. wtierein said powder is a 
paint coating material. 

34. A granulated product-making method as recited in 
any one of claims 1 to 1 6, wtierein said powder is a 
filtering material. 

35. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
heat-insulating material. 

36. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
sound-absorbing material. 

37. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is 
an electric wave-absorbing material. 

38. A granulated product-making method as recited in 
any one of claims 1 to 1 8, wherein said powder is a 
light-absorbing material. 

39. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
reflecting material. 

40. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
signposting material. 

41. A granulated product-making method as recited in 
any one cf claims 1 to 1 8. wherein said powder is a 
ball bearing material. 

42. A granulated product-makirYg method as recited in 
any one of claims 1 to 1 8. wherein said powder is a 
bio-reactor material. 

43. A granulated product-makir^ method as recited in 
any one of claims 1 to 1 8. wherein said powder is a 
far infrared ray-fadiating material. 

44. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is 
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an electric heating material. 

45. A granulated product-making method as recited in 

any one of daims 1 to 1 S. wherein said powder is a 
5 lightweight aggregate material. 

46. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
material for ball games. 

ic 

47. A granulated product-making method as recited in 
any one of claims 1 to 1 8. wherein said powder is a 
de-humidlfying material. 

15 48. A granulated product-making method as recited in 
any one of claims 1 to 1 8, wherein said powder is a 
furnace material. 

49. A granulated product-making method as recited in 
2c any one of claims 1 to 1 S. wherein said powder is a 

material for engine room walls. 

50. A granulated product-making method as recited in 
any one of daims 1 to IS, wherein said powder is a 

25 material for gas turbine room walls. 

51. A granulated product-making method as recited in 
any one of daims 1 to 18. wherein said powder is a 
lining material. 

30 

52. A granulated product-making method as redted in 
any one of daims 1 to 18. wherein said powder is a 
material for vent holes. 

35 53. A granulated product-oiaking method as redted in 
any one of daims 1 to 18. wherein said powder is a 
soil material. 

54. A granulated product-making method as recited in 
40 any one of daims 1 to 18. wherein said powvder is a 

bio-material or a bio-ceramic material. 

55. A granulated product-making method as redted in 
any one of daims 1 to 18. wherein said powder is a 

45 material for slopes. 

56. A granulated produd-making method as recited in 
any one of daims 1 to 18, wherein said powder is 
an apatite material. 

so 

57. A granulated product-making method as redted in 
any one of daims 1 to 18. wherein said powder is a 
material having delayed action. 

55 58. A granulated product-making method as redted in 
any one of daims 1 to 18. wherein said powder is a 
plastic material. 
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59. A granulated product-making method as recrted in 
any one of claims 1 to 18. wherein said powder is a 
photosensitive material. 

60. A granulated product-making method as recrted in 
any one of claims 1 to 18. wherein said powder is a 
hydrogen occluding material. 

61. A granulated product-making method as recrted in 
any one of claims 1 to 18. wherein said powder is a 
material for musical instruments. 

62. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder Is 
an acoustic or speaker material. 

63. A granulated product-making method as recrted In 
any one of claims 1 to 18, wherein said powder is 
an ozone-decomposing material. 

64. A granulated product-making method as recited in 
any one of claims 1 to 18, wherein said powder is a 
porcelain enamel materia). 
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an ultrafine particle nnaterial. ^ 

74. A granulated product-making method as recited in 
any one of claims 1 to i S, wherein said powder is a 
permanerrt magnet material. 

75. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
shape-memory material, 

76. A method of making an agglomerate cdnrprising a 
multiplicity of granulated products that are agglom- 
erated and bound together, characterized in that a 
multiplicity of discrete granulated products obtained 
by the method recited in any or>e of claims 1 to 75 
are agglomerated and bound together into an 
agglomerate. 

77. A method of making a sintered agglomerate, char- 
acterized in that a multiplicity o: discrete granulated 
products obtained by the method recited in any one 
of claims 1 to 75 are sintered into a sintered 
agglomerate. 



65. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
glazing material. 

66. A granulated product-making method as recited in 
any one of claims 1 to 18, wherein said powder is 
an aerospace material. 

67. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
material for solar furnaces. 

68. A granulated product-making method as recrted in 
any one of claims 1 to 1 8, wherein said powder is 




an artificial dental material. 



69. A granulated product-making method as recited In 
any one of claims 1 to 18. wherein said powder Is a 

tile material. 

: 70. A granulated product-making method as recited In 
any one of claims 1 to 18. wherein said powder is a 
pigment material. 

71. A granulated product-making method as recited in 
any one of claims 1 to 18. wherein said powder is a 
filler material. 

72. A granulated product-making method as recited In 
any one of claims 1 to 18. wherein said powder is a 
main adhesive component material. 

73. A granulated product-making method as recited In 
any one of claims 1 to 18. wherein said powder Is 



25 78. A granulated product-making method as recited in 
any one of claims 1 to 1 8. whe-ein a. plurality of dif- 
ferent layers are coated on a granulated product to 
obtain a granulated product conprising a spherical, 
multllayered solid shell. 

30 

79. An agglomerate-making method, characterized in 
that a multiplicity of discrete graniiated products as 
recited in claim 78 are agglomerated and bound 
together into an agglomerate. 

55 

80. A sintered agglomerate-making method, character- 
ized in that a multiplicity of discrete granulated 
products as recited in claim 78 are agglomerated 
and tx>und together into a sintered agglomerate. 

40 

81. A granulated product-making method, as recited in 
claims 1 to 80, wherein said granulated product is 
at least one member selected from the group con- 
sisting of (1) a pharmaceutical substance. (2) a fer- 

45 tilizer. (3) foodstuff. (4) cement.. (5) feed. (6) a 
coloring material. (7) agricultural chenrucais. (8) a 
cosmetic material. (9) an enzyme-containing mate- 
rial, (10) a surfactant. (1 1) a semiconductor, (12) a 
metal, (13) a multi-capsulated structure. (14) cer- 

so met (15) a paint coating material, (16) a filtering 
material. (17) a heat-insulating material. (18) a 
sound-absorbing material. (19) an electric wave- 

^absuojjbjng.nriaterial. (20) a light-absorbing material. 

(21) a reflecting-material. (22) a signposting mate- 

55 rial. (23) a ball bearing. (24) a bio-reactor. (25) a far 
infrared ray-radiating material, (26) an electric heat- 
ing material, (27) a light-weight aggregate. (28) a 
material for ball games. (29) a de-humidifying mate- 
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rial, (30) a furnace material, (31) a material for 
' engine room walls, (32) a material for gas turbine 
room walls, (33) a lining material, (34) a material for 
vent holes, (35) a soil material, (36) a bio-material 
or bk>-ceramics. (37) a material for slopes. (38) an 5 
apatrte material. (39) a material having delayed 
action, (40) a plastic material. (41) a photosensitive 
material, (42) an hydrogen occluding material, (43) 
a materia! for musical instruments. (44) an acoustic 
material. (45) an ozone-decomposing material, (46) w 
a porcelain enamel material. (47) a glazing mate- 
rial. (48) an aerospace material, (49) a solar fur- 
nace material. (50) an artificial dental material. (51) 
a tile material. (52) a pigment, (53) a filler material, 
(54) a main adhesive component material, (55) an 75 
ultrafine particle material, (56) a permanent magnet 
material, and (57) a shape-memory material. 

82. A method of making a granulated product as recited 

in any one of claims 1 to 81 , characterized by allow- 20 
ing a polymer particle having high water absorption 
properties to be swollen by absorption of water 
therein, depositing a first powder layer on a surface 
of said polymer particle, depositing one or more 
powder layers on said first powder layer, and drying 25 
a multilayered structure to obtain a granulated 
spherical product of the multilayered structure hav- 
ing a spherical space therein. 

83. A method of making a granulated product as recited 30 
in any one of claims 1 to 81 . characterized by allow- 
ing a polymer particle having high water absorption 
properties to be swollen by absorption of water 
therein, depositing a first powder layer on a surface 

of said polymer particle, depositing one or more 35 
powder layers on said first powder layer, and drying 
and firing a nuiltitayered structure to obtain a gran- 
ulated spherical product of the multilayered struc- 
ture having a spherical space therein. 

40 

84. A granulated product-making method as recited in 
claims 1 to 83, characterized by depositing a pow- 
der mixture comprising two or more different pow- 
ders on a surface of a polymer particle having high 
water absorption properties, said polymer particle 45 
being swollen by absorption of water therein, fol- 
lowed by drying, thereby obtaining a granulated 
product comprising a spherical solid shell that is 
formed by binding said different powders together 
and has a spherical space therein. so 

85. A granulated product-making method as recited in 
claims 1 to 83, characterized by d^x)siting a pow- 
der iTBXture comprising two or more different pow- 
ders on a surface of a polymer particle having high $5 
water absorption properties, said polymer particle 
being swollen by absorption of water therein, fol- 
lowed by drying and firing, thereby obtaining a 



granulated product comprising a spherical solid 
shell that is formed b>' binding said different pow- 
ders together and has a spherical space therein. 

86. A granulated product-making method as recited in 
any one of claims 1 to 85. characterized by depos- 
iting a binder on a surface of a polymer particle hav- 
ing high vfBter absorption properties, said polymer 
particle being swollen by absorption of water 
therein, and depositing a powder on a surface of 
said binder, followed tjy drying, thereby obtaining a 
granulated product comprising a spherical solid 
shell and having a spherical space therein. 

87. A granulated product-making method as recited in 
any one of claims 1 to 85, characterized by depos- 
iting a birder on a surtace of a polymer particle hav- 
ing high water absorption properties, said polymer 
particle being swollen by absorption of water 
therein, and depositing a powder on a surface of 
said binder, followed by drying and firing, thereby 
obtaining a granulated product comprising a spher- 
ical solid shell and having a spherical space 
therein. 
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